" 
. Dart Aerospace Ltd. 


Date: 
User: 
~. 


Wednesday, 3/21/2007349:41 PM 
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: i.J LA 


Prsht Rev. 
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Written 
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Checked & Approved 
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Comment 
: Est Rev~ 
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Est Rev:B 
Nowon Waterjet 
07.02-13 
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Drawing 
Name 


Part Number 


Drawing 
Number 


Project 
Number 


Drawing 
Revision 


Material 


Due Date 


: DOOR ASSEMBLY 


: 032131 


: 03213 REV A 


: N/A 
:A 
: .~ 
l\A,- 


: 4/10/2007 
Qty: 
10 
Urn: 
Each 


Additional 
Product 


Job Number: 


I1111111111111111111111111111111111 
Seq. #: 
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Machine Or Operation: 


M202413S063 


II11111111111111111111111 


Description: 


2024-13 .063 sheet 
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~NS~;T 
PARTSAS THEYCOME OFF MACHIN 


l 


lllll1 
11111 111111111 1111 


Comment: 
INSPECT 
PARTS 
AS THEY 
COME 
OFF MACHINE 


4.0 
QC8 
SECOND CHECK 


Comment: 
FLOW 
WATER 
JET 


3.0 
QC2 


Comment: 
Qty.: 
0.4950 
sf(s)/Unit 
Total: 
4.9497 
sf(s) 


Material: 
2024-13 
(QQ-A-250/4) 
0.063" 
thick 


(M2024T3S.063)ldentifyas 
03213-1 


Batch: W\ IOS.$c:9 ) 
1111' 
'1 Ol 
'b 


2.0 
WATER JET 
FLOW WATER JET 


II111I1111111111111111111 


1I11II1111111111111111111 


Comment: 
SECOND 
CHECK 


5.0 
SMALL FAB 1 


1111111111111111111111111 


SMALL & MEDIUM FAB RESOURCE 1 


/111111111111111111111111 


Comment: 
SMALL 
& MEDIUM 
FAB RESOURCE 
1 


Deburr 


6.0 
HAND FINISHING1 
HAND FINISHING RESOURCE #1 


1111111111111111111111111 


Comment: 
HAND 
FINISHING 
RESOURCE 
#1 


Chemical 
Conversion 
Coat as per QSI 005 4.1 


P;WP. 
1 


Dart Aerospace 
Ltd 


W/O: 
WORK ORDER CHANGES 
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PROCEDURE 
CHANGE 
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Prod Mar 
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_ 
NCR: Yes ~ 
DQA: @. 
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QA: NIC Closed: __ 
Date: 
_ 


NCR: 
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Section B 
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Approval 
Approval 
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Sign & 
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Initial 
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Section C 
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Job Number: 
31432 


Process Sheet 


Drawing 
Name: DOOR ASSEMBLY 


Part Number: 032131 


Job Number: 
11111111111111111111111111111111111 


Seq. #: 
Machine Or Operation: 


7.0 
QC3 


1111111111111111111111111 


Comment: 
INSPECT POWDER COAT/CHEMICAL 
CONVERSION 


80 
PACKAGING 1 
PACKAGINGRESOURCE#1 


1111111111111111111111111 


Comment: 
PACKAGING 
RESOURCE 
#1 


. . 
Identify and Stock 


location: 
Gf) 


9.0 
QC21 


1111111111111111111111111 


Comment: 
FINAL INSPECTION/W/O 
RELEASE 


Job Completion 
111111111111111111111111111111111111111111111 


PAnA ? . 


FINAL INSPECTIONIW/O RELEASE 
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Dart Aerospace 
Ltd 


W/O: 
WORK ORDER CHANGES 
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STEP 
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By 
Date 
Qty 
Approval 
Approval 
Chief Eng I 
Prod MQr 
QC Inspector 


Part No: 
PAR #: 
Fault Category: 
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_ 
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Date: 
_ 


NCR: 
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(NCR) 
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Sign & 
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Assurance\approved 
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DART AEROSPACE LTD 
Work Order: 
'8J~~~ 


Description: 
Door Panel 
Part Number: 
D3213-1 


Inspection 
Dwg: 03213 
Rev: A 
Page 1 of 1 


FIRST ARTICLE INSPECTION CHECKLIST 
o First Article 
D Prototype 


Drawing 
Actual 
.Method 
of 
Tolerance 
Accept 
Reject 
.Inspection 
Comments 
Dimension 
Dimension 


15.00 
+/-0.030 
IJ. rtJ 
I, 
fY1.i1/.~t/tJMI ~fl,()O 


4.47 
+/-0.030 
t.( '117 
/, 
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J , 
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+0.005/-0.000 
O.17K 
7 
/lirAl 


, Pitch 2.057 
+/-0.005 
1.051 
J 
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I 
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Measured by: 
/)f/!./1fI/1 
Audited 
by: 
M. 
Prototype 
Approval: 
N/A 


Date: 
(l1.(I1I, ~ 
Date: l'I~INJI 
J~ 
Date: 
N/A 
I 
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P/O 0350-567-015/-025/-031 


H:IFORMSIQuality 
Assurancelapproved 
QAIFAI 
revD 


c.:': 


0.75 


o 


DECAL 


02462-0034 
SEAL (2) 
02462-0210 
SEAL (1) 
(TRIM TO FIT) 


o 
0 


14.607 
(14 
EQUAL SPACES) 


t»0.128 
(1YP 
12 
PLACES) 
t»0.141 
(TYP, 3 PLACES SHOWN) 
02137 
MS20470A04-4 
RIVET 
(24 
PLACES) 


0.197 
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a 
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AI 
0 
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02419 
HANDLE (1) 
MS20470A04-6 
RIVET (1) 
AN960JD6 
WASHER (1) 


03213-3 
DOOR PANEL (1) 


03213-1 
DOOR 
PANEL (1) 


03161-3 
HINGE (2 
PLACES) 


.063 


03213-041 
DOOR ASSEMBLY 
FOLD AND FASTEN 02419 
TO FORM 2.5" 
LONG HANDLE 
FINISH: POWDER COAT BLACK SANOTEX (4.3.5.7) 
PER DART QSI 005 
4.3 
INSTALL 02137 
DECAL, 02419 
HANDLE, AND 02462. 
SEAL AFTER POWDER COAT 
TOLERANCES ARE PER DART QSI 018 
UNLESS OTHERWISE NOTED 
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DART AEROSPACE 
LTD 
HAWKESBURY. ONTARIO, CANADA 


DRAWING NO. 
REV. A 
D3213 
2 OF 2 


TITLE 
SCALE 


'... 
DESIGN 
(1(7 


CHECKED~ 


DATE 
03.09.03 


DRAWN B{;r 


APt>RO~ 


DOOR ASSEMBLY 
1:3 


0.300 
(lYP) 
15.00 


14.400 
(7 
EQUAL SPACES, lYP) 


RO.06 
(TYP) 
°1 
4.47 
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1ll0.128 (lYP 
16 PLACES) 


D3213-1 
DOOR PANEL 


o 
o 


o 
o 


o 
0.300 
(lYP) 


RO.06 (TYP) 


o 
o 


o 


o 


15.00 


14.400 
(7 
EQUAL SPACES, lYP) 
1ll0.128 
(lYP 
9 PLACES) 


o 


7.500 


o 
°1 
4.42 


~~ 
-------13.48 
------- 
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03213-3 
DOOR PANEL 


0.300 


03213-1 
AND 03213-3 
MATERIAL: 2024- 
T3 (QQ-A-250j4) 
SHEET 0.063 
THICK 
FINISH: ACID ETCH AND ALODINE PER DART OSI 005 
4.1 
TOLERANCES ARE PER DART OSI 018 
UNLESS OTHERWISE NOTED 


R1.00 
(TYP 3 CORNERS) 


Copyright @ 2003 
by DART AEROSPACE LTD 
THIS DOCUMENT IS PRIVATE AND CONF1DENTIAL.AND IS SUPPLIED ON THE EXPRESS CONDITlON THAT IT IS NOT TO BE USW FOR ANY PURPOSE OR COPIED 
OR COMMUNICATED TO ANY OTHER PERSON WITHOUT WRmEN 
PERMISSION FROM DART AEROSPACE LTD. 
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